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(54) Water-disinteg ratable fibrous sheet 

(57) A fibrous sheet such as a paper coated with a 
water-soluble binder of polyvinyl alcohol is impregnated 
with an aqueous solution of a water-soluble carboxylate, 
so as to produce a water-disintegratabie fibrous sheet. 
Salting out ol the polyvinyl alcohol with the carboxylate 
maintains wet strength of the water-disintegratabie fi- 



brous sheet even in a wet state, which is easily disinte- 
grated when immersed in a large amount of water after 
use. Furthermore, it does not suffer from deterioration 
in water-disintegratability and wet strength if it is left at 
high temperatures, and is good in water-disintegratabil- 
ity in cold water. 
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Description 

[0001] The present invention relates to a water-disintegratable fibrous sheet that is easily dispersed by flushing water, 
and more particularly, relates to a water-disintegratable fibrous sheet that is excellent in water-disintegratability, 

s strength, heat-resistance and water-disintegratability in cold water. 

[0002] Fibrous sheets are used to cleanse human skin, e.g., skin around anus, and to clean a toilet room. The fibrous 
sheet is preferably water-disintegratable to be thrown away and drained in a toilet as it is. If it is not excellent in water- 
disintegratability, it requires a long time to be dispersed in a septic tank, and brings danger of clogging drainpipes of 
a toilet, when being thrown away and drained in a toilet. However, in general, a packed fibrous sheet impregnated with 

w a cleansing liquid or the like has to be strong enough to endure conducting wiping operations while being impregnated 
with a cleansing liquid, and at the same time, has to keep its water-disintegratability in the event of being thrown away 
and drained in a toilet. Therefore, a water-disintegratable fibrous sheet that has good water-disintegratability and 
strength sufficient to use is demanded. 

[0003] Japanese Patent Publication H7-24636. tor example, discloses a watBr-disinteg ratable cleaning product com- 
is posed of water-soluble binders containing a carboxyl group, metallic ions, and an organic solvent. However, the metallic 
ions are irritative to skin. 

[0004] Japanese Laid-Open Patent H3-292924 discloses a water-disintegraiable cleaning product composed of fib- 
ers containing polyvinyl alcohol impregnated with an aqueous solution of boric acid. Japanese Laid-Open Patent 
H6-19877B discloses a water-disintegratable sanitary napkin composed of non-woven fabric containing polyvinyl al- 
20 cohol added with boric ion and bicarbonic ion. In these inventions, fibrous sheets are produced by binding each fiber 
using properties such that boric acid cross-links polyvinyl alcohol. However, a large amount of binder, i.e.. polyvinyl 
alcohol is required to produce fibrous sheets having strength sufficient to use. 

[0005] ' Furthermore, miscellaneous products, including such water-disintegratable products, are often left in a vehicle 
or a warehouse during their transportation and storage, and the temperatures in such a closed space rise above the 

zs outer atmospheric temperature. In the case where they are stored in a house, they may be possibly left under a tem- 
perature of 40»C or higher in the middle of summer. When water-disintegratable fibrous sheets which are previously 
impregnated are packed as finished products and then shipped to market, water-disintegratability and strength of the 
fibrous sheets are remarkably deteriorated if they are left under high temperature circumstances. Therefore, a water, 
disintegratable fibrous sheet has to retain its water-disintegratability and strength even under high temperature circum- 

30 stances that is ,its heat-resistance is important. However, there is no report relating to the heat-resistance m the water- 
disintegratable cleaning products and the water-disintegratable non-woven fabric disclosed in the preceding publica- 
tions, j-' 
[0006] Water temperatures are generally lower than the atmospheric temperature though they vary depending on 
seasons. When a fibrous sheet is thrown away and drained m a toilet after used, it has to be disintegrated in water at 

ss a temperature tower than the atmospheric temperature, i.e., in cold water. However, as to the fibrous sheet using 
polyvinyl alcohol as a binder, its water-disintegratability is generally enhanced in response to a rise in temperatures of 
water, but deteriorated in response to a fall in temperatures of water 

[0007] An object of the present invention is to provide a water-disintegratable fibrous sheet that has excellent water- 
disintegratability, while being strong enough to withstand wiping operations 
40 [0008] Another object of the present invention is to provide a water-disintegratable fibrous sheet that is excellent in 
heat- resistance . 

[0009] Still another object of the present invention is to provide a water-disintegratable fibrous sheet that is excellent 
in water-disintegratability even in cold water. 

[0010] Still another object of the present invention is to provide a water-disintegratable fibrous sheet that does not 

4S exert harmfut influence on human bodies. 

[0011] The present inventors have made attention to that electrolytes have a function of salting out of polyvinyl 
alcohol, and have found that a water-disintegratable fibrous sheet, which is excellent in water-disintegratability, strength 
and heat-resistance, can be obtained by particularly using carboxylate among the electrolytes. _ 
[001 2] The present invention provides a water-disintegratabtefibrous sheet comprising fibers which are bound with 

so a water-soluble binder and formed into a sheet form, wherein the binder comprises polyvinyl alcohol and water-soluble 
carboxylate is added to the sheet. 

[001 3J In the present invention, the salting out of the polyvinyl alcohol with the electrolyte maintains strength of the 
fibrous sheet, even in such a state that the fibrous sheet bound with the polyvinyl alcohol is impregnated with a cleansing 
liquid and the like. i.e.. in a wet state. That is. a deterioration of binding strength among the fibers is prevented. Then. 
55 when it encounters a large amount of water, the electrolyte is dissolved in water, thus the polyvinyl alcohol in a salting 
out state is also dissolved, and as a result, water-disintegratability is exhibited. 

[0014] The water-soluble carboxylate is preferably at least one selected from the group consisting of sodium tartrate, 
potassium tartrate, sodium citrate, potassium citrate, sodium malate, and potassium malate. By using these salts, the 
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water-disintegratable fibrous sheet can be produced with excellent water-disintegratability and strength. When using 
these salts, the carboxylate is preferably present in an amount of 1.25 g or more per 100 g of the fibers, so as to 
enhance strength of the water-disintegratable fibrous sheet. The water-disintegratable fibrous sheet of the present 
invention is preferably in a wet state, where the fibrous sheet is impregnated with an aqueous solution in which the 

5 carboxylate is dissolved, so that the carboxylate is efficiently contained in the fibrous sheet. 

[0015] The polyvinyl alcohol is preferably present in an amount of 3 to 30 g per 100 g of the fibers. If the amount of 
the polyvinyl alcohol is more than 30 g, the resulting fibrous sheet becomes too stiff, whereas it is less than 3 g, the 
intended strength of the fibrous sheet cannot be obtained. From the viewpoint of water-disintegratability of the fibrous 
sheet, furthermore, the polyvinyl alcohol preferably has a saponification degree of 80 to 92%. It is preferred that the 

10 polyvinyl alcohol is coated as a binder on a surface of a web of fibers because of easiness of production. 

[001 6] The contents of the carboxylate and the polyvinyl alcohol is preferably 1 .25 g or more of the carboxylate per 
3 to 30 g of the polyvinyl alcohol. Water-disintegratability and strength of the water-disintegratable fibrous sheet are 
well-balanced in this range. 

[0017] In the case where the water-disintegratable fibrous shBet of the present invention is used as wet-type tissue 
15 paper, a basis weight of the fibers is preferably 20 to 1 00 g/m 2 . The fibrous sheet of the present invention can be used 
satisfactorily as wet-type tissue paper in this range. 

[0018] The water-disintegratabla fibrous sheet of the present invention, which is characterized by comprising the 
fibers bound with the water-soluble binder and formed into the sheet form, in which the binder comprises the polyvinyl 
alcohol and the water-soluble carboxylate is added to the sheet, will be described in more detail below. 
zo [0019] In the fibrous sheet of the present invention, fibers having good dispersibility in water are used. The term 
"dispersibility in water 1 used herein has the same meaning as water-disintegratability. i.e., the properties such that it 
is divided into minute parts upon contacting a large amount of water. 

[0020] One or both of natural fibers and chemical fibers can be used as the fibers contained in the water-disintegrat- 
able fibrous sheet of the present invention. Examples of the natural fibers include wood pulp, and examples of the 
2$ chemical fibers include rayon as a regenerated fiber and polypropylene as a synthetic fiber. With using these fibers as 
a main component, the fibers may further contain natural fibers such as cotton, rayon, synthetic fibers such as poly- 
propylene, polyvinyl alcohol, polyester and poryacrylonitrile, synthetic pulp made of polyethylene and the like, and 
inorganic fibers such as glass wool. 

[0021] The basis weight of the fibers used in the present invention is preferably 20 to 100 g/m 2 If the basis weight 

30 is less than 20 g/m 2 . the strength cannot be obtained which is necessary when the fibrous sheet is used as a sheet 
for wiping operations. Also, if the basis weight is less than 20 g/m 2 , the fibrous sheet becomes stiff because the char- 
acteristics of the polyvinyl alcohol coated as a binder becomes dominant, resulting in lowering of softness. If the basis 
weight is more than 100 g/m 2 , flexibility as a fibrous sheet is lost. Also, if the basis weight is more than 100 gAn 2 a 
large amount of the polyvinyl alcohol must be coated as a binder, resulting in a fibrous sheet that lacks water-disinte- 

3S gratability. When the fibrous sheet of the present invention is used as a fibrous sheet for wiping skin around anus or 
cleaning, the basis weight of the fibers is more preferably 30 to 70 g/m 2 from the viewpoint of strength and softness. 
[0022] The fibrous sheet of the present invention can be produced by any of a dry laid process and a wet laid process 
that are conventionally practiced in the art. For example, when the fibrous sheet is produced by the wet laid process, 
a fiber web produced is dried, and then polyvinyl alcohol as a binder is coated by a silk-screen process or the like. The 

40 fiber web is a sheet-formed lump of fibers wherein the directions of the fibers are arranged to some extent. In the 
fibrous sheet thus produced, the binding among the fibers is reinforced by the polyvinyl alcohol as a binder. 
[0023] There are many kinds of polyvinyl alcohol having various saponification degrees and polymerization degrees. 
[0024] With respect to the saponification degree of the polyvinyl alcohol used in the present invention, one or both 
of completely saponified products and partially saponified products can be used. Specifically, partially saponified prod- 

4$ ucts are preferred from the viewpoint of water-disintegratability. The saponification degree of the polyvinyl alcohol ts 
preferably 80 to 92%. It the saponification degree is less than 80%, strength of the water-disintegratable fibrous sheet 
is lowered, and the fibrous sheet tends to be broken on wiping operations to wipe skin around anus or tor cleaning. If 
the saponification degree is more than 92%, water-disintegratability is deteriorated even though strength becomes 
high. The saponification degree is more preferably 82 to 88% from the viewpoint of water-disintegratability and strength. 

so in the case where polyvinyl alcohol having a low saponification degree is used, strength sufficient to use on wiping 
operations can be obtained by increasing its amount coated on the fibrous sheet. 

[0025] The polymerization degree ( i.e., average polymerization degree ) of the polyvinyl alcohol is preferably about 
100 to 2,000. It the polymerization degree is less than 100, strength of the fibrous sheet becomes insufficient because 
it cannot exhibit the properties of the binder that reinforces the connection among the fibers. It the polymerization 
ss degree is more than 2,000. its excessively high viscosity disadvantageously prevents uniform coating onto the fibrous 
sheet on production. Furthermore, the resulting fibrous sheet lacks softness and becomes hard and stiff to the touch, 
and therefore is difficult to be used as a commercial product. The polymerization degree is more preferably about 1 .000 
to 1,800 from the viewpoint of water-disintegratability and softness of the water-disintegratable fibrous sheet. 
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[0026] The amount (coated amount) of the polyvinyl alcohol is preferably 3 to 30 g per 100 g of the fibers. If the 
amount is less than 3 g, strength of the fibrous sheet is lowered. If the amount is more than 30 g. the fibrous sheet 
becomes stiff and has lowered softness, resulting in deteriorated feeling on use. In this case, water-dis.ntegratab.lrty 
is also lowered. The amount of the polyvinyl alcohol is more preferably 5 to 20 g per 100 g of the fibers from the 

5 viewpoint of water-disintegratability and softness. 

[0027] In the present invention, the carboxylate is used as a material that can sub|ect the polyv>nyl alcohol to salting 
out and is water-soluble. As a method of adding the carboxylate to the fibrous sheet, it is efficient to ,mpregnate the 
fibrous sheet with an aqueous solution in which the carboxylate is dissolved. The carboxylate is preferably at least one 
carboxylate selected from the group consisting of sodium tartrate, potassium tartrate, sodium citrate potass.um crtrate 

10 sodium malate and potassium malate. These are excellent in water-solubility and have no danger of exerting harmful 
influence on human bodies. Among these, tartrates such as sodium tartrate and potassium tartrate are more preferably 
used. Water-disintegratability, strength and heat-resistance of the fibrous sheet can further be improved by using tar- 

[00281 When the carboxylate is selected irom sodium tartrate, potassium tartrate, sodium citrate potassium citrate. 

15 sodium malate and potassium malate, it is preferred that the carboxylate is present in an amount o 1 .25 g or more per 
100 g of the fibers. For example, 100 g of the fibers is impregnated with 250 g of an aqueous solution hav.ng a car- 
boxylate concentration of 0.5% by weight or more. If the amount of the carboxylate is less than the above amount 
strength in the wet state is insufficient and water-disintegratability is deteriorated. In such a case, strength can be 
improved by increasing the amount of the polyvinyl alcohol to be coated on the fibrous sheet. However if the amount 

20 of the polyvinyl alcohol is excessive, the softness of the resutting fibrous sheet is lowered. \x 

carboxylate is present in an amount of 2.50 g or more per 1 00 g of the fibers. In the fibrous sheet, the higher the content 
of the carboxylate is. the better water-disintegratability and strength are. Therefore, when the sapon.ficat.on degree of 
the polyvinyl alcohol is low. strength of the waterdisintegratable fibrous sheet can be improved I by 
amount of the carboxylate. The upper limit of the amount of the carboxylate is not parfcularty limited. I was found that 

2S when the fibrous sheet was impregnated with 250 g of an aqueous solution per 100 g of the fibers, the carboxylate 
concentration of 36% by weight exhibited excellent results in both water-disintegratabilrty and strength 
f0029] The water-disintegratable fibrous sheet obtained by the above manner does not suffer from .deteriorate in 
rts wa er-disintegratability and strength even if it is stored in circumstances of higher temperatures t ar^e or^ 
atmospheric temperature, for example, at 40'C. Furthermore, it does not suffer from detenorat,on .n rts waterdismte- 

30 qratability even in water at lower temperatures, for example, at 10°C. „ 

[0030] in the water-disintegratable fibrous sheet of the present invention, another matenals may be added* they do 
not spoil the effects of the present invention. For example, a surfactant, a disinfectant, a preservative, a deodorizer, a 
moistening agent, an alcohol and the like can be added. These materials can be added to the aqueous solution n 
which the carboxylate to be added to the fibrous sheet is dissolved, so as to improve the fibrous sheet. 

35 [0031] The water-disintegratable fibrous sheet of the present invention can be used as wet-type tissue paper applied 
io human skin, for example, wiping skin around anus, and can be used for cleaning a toilet room. If the "ater-dismte- 
gratable fibrous sheet of the present invention is packed as a product previously wetted. tt is sold by sealed up to 

prevent the fibrous sheet from drying. ■ 

[00321 Alternatively, the water-disintegratable fibrous sheet of the present invention can be sold in a dry state. For 

40 example, a web of fibers is coated with polyvinyl alcohol and impregnated with an aqueous solution^ whch ca*oxyla e 
is dissolved, followed by drying. The dried water-disintegratable fibrous sheet may be impregnated wrth a Hqu.d drug 

or water upon use. . . tK „ 

[0033] The present invention will be described in more detail below wrth reference to vanous examples, but the 

invention is not construed as being limited to these examples. 
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EXAMPLE 1 



[00341 E*usin 9 100%ofbleachedtoftpu!pofcc^ 

Jber, a base fibrous sheet having a basis weight of 50 g/m* was prepared by a wet laid process by using a paper 
machine with round mesh. After drying the base fibrous sheet, 10 g/m* of polyvinyl alcoho was coated I or ' ^ace 
of the base fibrous sheet to prepare a fibrous sheet. Asamethod tor coating, the polyvinyl alcohol was unrformly coated 
on the base fibrous sheet by using a silk-screen (60 mesh). After coating, it was dried at 1 70-C for 2 minutes by us^ng 
a hot air stream dryer. The polyvinyl alcohol used had a saponification degree of B8% and a average polymerization 
degree of 1,700 fPVA-217", a product of Kuraray Co., Ltd.). . 
[00351 The fibrous sheet obtained by the aboved escribed manner was impregnated with an aqueous solut.cn n 
which carboxylate was dissolved, m an amount of 250g per 100g of the fibers. The resulting water-d. Ratable 
fibrous sheet as an example of the present invention was subjected to the test of water-dismtegratabHrry, wet strength 
and heat-resistance. On the other hand, the fibrous sheets coated with the polyvinyl alcohol were impregnated with 
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an aqueous solution containing 0.8% by weight of borax and an aqueous solution containing 12.0% by weight of mi- 
rabilite, respectively, to be comparative examples. The comparative examples were subjected to the test of water- 
disintegratability, wet strength and heat-resistance in the same manner as in the example. 

[00361 The test of water-disintegratability was conducted according to the test of water-disintegratability of toilet 
5 paper regulated under JIS P4501 ( Japanese Industrial Standard ). (In the Tables, the results are shown in terms of 
second ) 

[0037] The test of water-disintegratability of toilet paper in JIS P4501 will be described below A 300-ml beaker filled 
with 300 ml of water (20 ± 5°C) is put on a magnetic stirrer, and the rotation speed of a rotor is controlled to 600 ± 10 
r p m A test piece having a dimension of 114 mm ± 2 mm square is put in the beaker, and the stopwatch is started. 
to The rotation speed of the rotor is once towered to about 500 r.p.m. due to the resistance ol the test piece. By gradual 
" water-disintegration of the test piece, the rotation speed is then increased. At the time when the rotation speed restores 
540 r.p.m.. the stopwatch is stopped to measure the time with the unit of second. The rotor used has a disk shape of 
35 mm in diameter and 12 mm in thickness. 

[0038] The time to disintegrate the test piece is detected by the rotation speed in the JIS Standard. The substantially 
is same results can be obtained by detecting the time to disintegrate the test piece by eye. 

[0039] Wet strength was measured in such a manner that the above-obtained fibrous sheet was cut to a test piece 
having a dimension of 25 mm width and 1 50 mm length, and strength ol the test piece was measured with a Tensilon 
test machine at a chuck distance of 100 mm and a tensile speedof 100nVmin. Strength at breakage (gl) wastaken 
• as a test result of wet strength. (In the Tables, the results are shown in terms of g/25mm.) 
20 [0040] For the test of heat-resistance, the water-disintegratable fibrous sheet was seated up m a polypropylene 
envelope and then placed in a polyethylene container, and was stored at an atmosphere of 40"C for 24 hours. After 
the storage, the fibrous sheet was subjected to the abovendescribed tests for water-disintegratab.lrty and wet strength. 
[0041] The results obtained are shown in Table 1 



25 





Comparative Example of 
Borax 


Comparative Example of 
Mirabilite 


Example of Sodium 
Tartrate 


Concentration of 


0.8 


12.0 


18.0 | 


Aqueous Solution (% by 








weight) 








Water-disintegratability 


182 


330 


132 


(second) 

Wet Strength (g/25mm) 


2511 


2113 


3121 
159 


Water-disintegratability 


226 


' 563 


(second) in Heat- 








resistance Test 

Wet Strength (g/25mm) in 


6.12 


1852 


2956 


Heat-resistance Test 
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[0042] It is understood from the result of Table 1 that in the example using sodium tartrate, the companson between 
the results of water<Jisintegratability and that after the storage for heat-resistance test reveals that the time to disinte- 
grate the fibrous sheet suffers substantially no change. That is. excellent water-disintegratability was maintained even 
after the storage at a high temperature. There was small decrease in wet strength in the heaWes.stance test, as well. 
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EXAMPLE 2 

r0043] A fibrous sheet was prepared in the same manner as in Example 1 Aqueous solutions each containing sodium 
citrate potassium tartrate and sodium tartrate as carboxylates were prepared. The concentrations of the carboxylates 
were each 18% by weight. The fibrous sheet thus prepared was impregnated with each of the aqueous solutions in an 
amount of 250g per lOOg of the fibers. The resulting waterKJisintegratable fibrous sheets were measured m water- 
disintegratability and wet strength, as well as in water-disintegratability and wet strength in the heat-resistance test. 
The measurement methods were the same as in Example 1 . 
[0044] The results obtained are shown in Table 2. 
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[Table 2] 







Example of Sodium 
Citrate 


Example of Potassium 
Tartrate 


Example of Sodium 
Tartrate 


5 


Concentration of - 
Aqueous Solution (% by 
weight) 


18.0 


18.0 


18.0 


10 


Water-disintegratability 
(second) 

Wet Strength (g/25mm) 


189 
3345 


118 
3642 


132 

3121 
159 




Water-disintegratability 
(second) in Heat- 


211 


123 


IS 


resistance Test 

Wet Strength(g/25mm) in 

Heat-resistance Test 


3222 


3571 


2956 
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[0045] It is understood from the results of Table 2 that the fibrous, sheets excellent in water-disintegratability and wet 

strength were obtained by using any of the aqueous solutions of sodium citrate, potassium tartrate and sodium tartrate, 

andwater^isintegratabilityandwetstrengthdidnotdeterioratemuchintheheat-resistancete 

sheets using tartrates were excellent not only in water-disintegratability but also in maintaining water-d.smtegratab.lrty 

in the heal -resistance test. 
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EXAMPLE 3 

[00461 A fibrous sheet was prepared in the same manner as in Example 1 Aqueous solutions each containing sodium 
tartrate as carboxytate in concentrations of 13.5% by weight. 18.0% by weight and 36.0% by weight were prepared. 
The fibrous sheet thus prepared was impregnated with each of the aqueous solutions in an amount of 250g per lOOg 
of the fibers The resulting water-disintegratable fibrous sheets were measured in waterndisintegratability and wet 
strength, as well as in water-disintegratability and wet strength in the heat-resistance test. The measurement methods 
were the same as in Example 1 . As a comparative example, the tests for water-disintegratability and wet strength were 
also conducted for sodium sulfate generally used in the art as a material subjecting polyvinyl alcohol to sailing | out. 
The concentrations of the aqueous solutions of sodium sulfate were 5.0% by weight. 7.0% by weight and 12.0% by 
weight. 

[0047] The results obtained are shown rn Table 3. 





— ■ ■ — | 

Comparative Example of Sodium Sulfate j 


Example of Sodium Tartrate 


Concentration of Aqueous Solution (% 
by weight) 


5.0 7.0 12.0 


13.5 18.0 36.0 


Water-disintegratability (second) 
Wet Strength (g/25mm) 
Water-disintegratability (second) in 
Heat-resistance Test 
Wet Strength (g/25mm) in Heat- 
resistance Test 


114 216 330 
1032 1558 2113 

222 432 563 • 

• 

1003 1440 1852 

i 


177 132 63 
1847 3121 4681 
ig6 159 69 

- 

1732 2956 4666 



40 



45 



SO 



[00481 It is understood from the results of Table 3 that when the concentration of sodium tartrate became higher, the 
fibrous sheet was water-disintegrated in a shorter time and wet strength became higher. Furmermore. m the heat- 
resistance test, the higher the concentration of sodium tartrate was. the better water^sintegratabilrty was and the 
higher wet strength was. 

55 EXAMPLE 4 

[0049] To the base fibrous sheet prepared in the same manner as in Example 1 , polyvinyl alcohofs having various 
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saponification degrees were coated in an amount of 10g/m2. The saponification degrees of the polyvinyl alcohols used 
were 80 82 84, 88, 99. CPVA*, 'PVA^', "PVA-317" and "PVA-217" in this order, products of Kuraray Co., Ltd.). 
[0050] The resulting fibrous sheets were impregnated with an aqueous solution, in which 18% by weight of sodium 
tartrate was dissolved, in an amount of 250g per 1 0Og of the fibers. The resulting water-disintegratable fibrous sheets 
were measured in water-disintegratability and wet strength, as well as in water-disintegratability and wet strength in 
the heat-resistance test. The measurement methods were the same as in Example 1. 
[0051] The results obtained are shown in Table 4. 

[Table 4] 





Pvnmnlfi nf PVA 
CXciri 'pits ui r vn 


Examole of PVA-420 


Example of PVA-317 


Example of PVA-217 


Saponification Degree 


80 


82 


84 


88 


(%). 

Polymerization 
Degree 


1700 , 


1700 


1700 


1700 


Water- 


40 


66 


86 


132 


disintegratability 

(second) 

Wet Strength (g/ 

25mn) 

Water- 


824 
71 


1165 
80 


1532 
94 


. 3121 
159 


disintegratability 
(second) Test in Heat- 










resistance Test 
Wet Strength (g/ 
25mm) Test in Heat- 


788 


1045 


1470 


2956 


resistance Test 











75 



20 



2S 



30 



[0052] It is understood from the results of Table 4 that the higher the saponification degree of polyvinyl alcohol, the 
higher wet strength of the fibrous sheet. In all the examples each of which were different in saponification degree of 
polyvinyl alcohol, decrease in water-disintegratability and wet strength in the heat-resistance test was small. 
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EXAMPLE 5 

[00531 To the base fibrous sheet prepared in the same manner as in Example 1 . polyvinyl alcohol was coated in 
various amounts. The amounts of polyvinyl alcohol coated were 3g.5g,20g and 30g per 100g of the fibers. The potyvinyt 
alcohol used had a saponification degree of 88% and a average polymerization degree of 1 ,700 ("P VA-21 7 . a product 
of Kuraray Co. . Ltd.). As a comparative example, a fibrous sheet, in which no polyvinyl alcohol was coated on the base 

fibrous sheet, was prepared. . 
[0054] The resulting fibrous sheets were impregnated with an aqueous solution, in which 18% by weight of sodium 
tartrate was dissolved, in an amount of 250g per 1 0Og of the fibers. The resulting water-disintegratable fibrous sheets 
were measured in water-disintegratability and wet strength. The measurement methods were the same as in Example 
1 . The same tests were conducted for the comparative example. 
[0055] The results are shown in Table 5. 



■ 


Comparative Example j Example 


Coated Amount of Polyvinyl Alcohol (% by weight) ' 


0 | 3 5 20 30 
\ 


Water-disintegratability (second) 
Wet Strength (g/25mm) 


4 ! 25 66 132 211 
30 | 470 1020 3121 4661 



[0056] It is understood from the results of Table 5 that the higher the coated amount of polyvinyl alcohol, the higher 
wet strength. 
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EXAMPLE 6 
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[0057] A fibrous sheet was prepared in the same manner as in Example 1 . An aqueous solution was prepared by 
dissotving sodium tartrate as carboxylate to a concentration of 18% by weight. The fibrous sheet prepared was im- 
pregnated with the aqueous solution in an amount of 250g per 100g of the fibers. The resulting water-disintegratable 
fibrous sheets were measured in water-disintegratability and wet strength, as well as in water-disintegratability in cold 
water. The measurement method for water-disintegratability and wet strength was the same as in Example 1 . The test 
for water-disintegratabilityin cold water was conducted according to the test of water-disintegratability of toilet paper 
in JIS P4501 wherein the water temperature was 10°C. 

[0058] As comparative examples, the fibrous sheet prepared was impregnated with each of an aqueous solution 
containing 0.8% by weight of borax and an aqueous solution containing 12.0% by weight of sodium sulfate, to produce 
water-disintegratable fibrous sheets. The amount of the aqueous solutions was 250g per 100g of the fibers. The com- 
parative examples were measured in water-disintegratability and wet strength, as well as in water-disintegratability in 
cold water in the same manner as in the examples. 
[0059] The results obtained are shown in Table 6. 





Comparative Example of 
Borax 


Comparative Example of 
Sodium Sulfate 


Example of Sodium 
Tartrate 


Concentration of 


0.8 


12.0 


18.0 


Aqueous Solution (% by 








weight) 








Water-disintegratability 
(second) 

Wet Strength (g/25mm) 
Water-disintegratability 
(second) in Cold Water 
(10*C) 


182 

2511 
612 


330 

2113 
1852 


132 

3121 
2956 
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[0060] It is understood from the results of Table 6 that in the examples using sodium tartrate, the comparison between 
the results of water-disintegratability test and the results of water-disintegratability test in cold water reveals that the 
time to disintegrate the fibrous sheet suffers substantially no change. 

[0061] As described above, the water^Jisintegratable fibrous sheet of the present invention maintains strength suf- 
ficient to use even in a wet state, and is easily disintegrated when immersed in a large amount of water after use. 
Further, it does not suffer from deterioration in water-disintegratability and strength if it is left at high temperatures. Still 
further, it is good in water-disintegratability in cold water. 
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Claims 
1. 

sheet 



3. 



A water-disintegratable fibrous sheet comprising fibers which are bound with a water-soluble binder and formed 
into a sheet form, wherein the binder comprises polyvinyl alcohol and water-soluble carboxylate is added to the 



A water-disintegratable fibrous sheet as claimed in claim 1. wherein the carboxylate is at least one selected from 
the group consisting of sodium tartrate, potassium tartrate, sodium citrate, potassium citrate, sodium malate, and 
potassium malate. 

A water-disintegratable fibrous sheet as claimed m claim 2. wherein the carboxylate is present in an amount of 
1 .25 g or more per 100 g of the fibers. 



4. A water-disintegratable fibrous sheet as claimed in claim 2. wherein the polyvinyl alcohol is present in an amount 
. of 3 to 30 g per 100 g of the fibers. 

5. A water-disintegratable fibrous sheet as claimed in claim 2. wherein the carboxylate and the polyvinyl alcohol is 
present in an amount of 1 .25 g or more and in an amount of 3 to 30 g. respectively, per 100 g of the fibers. 
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6. A water-disintegratable fibrous sheet as claimed in claim 2. wherein the water-disintegratable fibrous sheet is in 
a wet state by impregnated with an aqueous solution wherein the carboxylate is dissolved. 

7. A water-disintegratable fibrous sheet as claimed in claim 2. wherein the fibrous sheet is produced by coating the 
5 binder of polyvinyl alcohol on a surface of a web of the fibers. 

8. A water-disintegratable fibrous sheet as claimed in claim 4, wherein the polyvinyl alcohol has a saponification 
degree of BO to 92%. 

10 9. A water-disintegratable fibrous sheet as claimed in claim 5, wherein the polyvinyl alcohol has a saponification 
degree of BO to 92%. 

1 0. A wet-type tissue paper comprising a water-disintegratable fibrous sheet as claimed in claim 3, wherein the fibers 
have a basis weight of 20 to 1 00 g/m 2 . 



T5 



11. A wet-type tissue paper comprising a water-disintegratable fibrous sheet as claimed in claim 4, wherein the fibers 
have a basis weight of 20 to 1 00 g/m 2 . 



20 



25 



30 



35 



w 40 



SO 



ss 



9 



-EP 0 896 089 A1 




European Patent 
Oflk» 



EUROPEAN SEARCH REPORT 



ApptMttofl Hum** 

EP 98 30 6220 



DOCUMENTS CONSPERED TO BE RELEVANT 



Cttatttttfdoc^rtwWilnacatiofvwhera appropiteia, 
o* ralavant puwgw 



US 4 309 469 A (YARONA EUGENI0 G) • • 

5 January 1982 

* the whole document * 

US 5 252 332 A (GOLDSTEIN JOEL E) 
12 October 1993 

* example 1 * 

6 OP 06 19B77B A 

DATABASE WPI 

Section Ch, Week 9734 

Derwent Publications Ltd., London, GB; 

Class A96, AN 97-367239 

XPOO2083684 

& JP 09 154764 A (KAWANO SEISHI KK) 
17 June 1997 

* abstract * 

EP 0 569 699 A (AQUALON CO) 
18 November 1993 

* the whole document * 



to claim 



(XASSinCJTlOMOrTKE 

Appucmoii Qnuap 



1,2,7 

1-11 

1-5,7-9 



D21H17/36 
D21H17/14 
//A47K10/16 



US 5 281 306 A (KAKIUCHI SHUSUKE 
25 January 1994 



ET AL) 



The prwant search report ha* ba«n drawn up tor all dams 



D21H 



MUNICH 



Dm d aan^Moa * fw —m» 

9 November 1998 



Nestby, K 



CATEGORY Of CtTED DOCUMENTS 



dDCUIMlBltW 

a: 

O: 
p: 



T : Vwory or pdnefcta inatrtptag tfw kwrton 
E : p*«* <Joeun««t bU pt*ai*»d on, or 

D : dooorart dtod kitha i 
L : doounwH dMter «Omt r 



a : nwRtMT of U» Mia* P*»nt tMVtf. rarta^cnang 



10 



EP 0 896 089 A1 



ANNEX TO THE EUROPEAN SEARCH REPORT 

ON EUROPEAN PATENT APPLICATION NO. EP 98 30 6220 



M paw* tartr/ marabou raioflng » the dooumen* ctod In the abwwrmlkinatf Bjrc^iw »«* report. 

re as contained m 1to European Patent OHics EDP Be on 

ZZtatM^tn «av WWetor the» (wtcutore which m merely g««> tor the purrxee <* IntorroaSon. 



ThbarrexJ 
The inembe 

The Eiropew Paiart OffK» to in no way laws t 



09-11-1998 



Patent document 
cfteoineearch report 



PuHfcafion 
date 



Patent tan l)y 
memberfe) 



PubOcatton 



US 4309469 



05-01-1982 



US 5252332 



12-10-1993 



EP 0569699 



18-11-1993 



US 5281306 



25-01-1994 



CA 
JP 
JP 
JP 



AT 
CA 
DE 
DE 
EP 
JP 
JP 



US 
AU 
BR 
CA 
DE 
DE 
DK 
ES 
JP 
MX 
NO 
US 



JP 
JP 
JP 
JP 
JP 
JP 
CA 
DE 
DE 
EP 
ES 
HK 
SG 



1118659 A 
1495718 C 
54042471 A 
63035744 6 



131228 
2100814 
69300949 
69300949 
0582123 
2685162 B 
6198778 A 



5489638 
3567593 
9301418 
2093198 
693049B6 
69304986 
569699 
2092163 
6009845 
9301923 
301333 B 
5541241 A 



A 
A 
A 
A 
D 
T 
T 
T 
A 
A 



2229295 A 
2584508 B 
2149237 A 
7024636 B 
2154095 A 
2549159 
2004296 
68913161 
68913161 
0372388 
2051344 
121294 
108994 



23-02-1982 
16-05-1989 
04-04-1979 
15-07-1988 



15-12-1995 
25-01-1994 

18- 01-1996 
25-04-1996 
09-02-1994 
03-12-1997 

19- 07-1994 



06- 02-1996 

07- 10-1993 

05- 10-1993 
03-10-1993 
31-10-1996 

06- 02-1997 

17- 02-1997 
16-11-1996 

18- 01-1994 

29- 07-1994 
13-10-1997 

30- 07-1996 



12- 09-1990 
26-02-1997 
07-06-1990 
22-03-1995 

13- 06-1990 

30- 10-1996 

31- 05-1990 

24- 03-1994 
07-07-1994 
13-06-1990 
16-06-1994 
11-11-1994 

25- 11-1994 



: we Official Journal of tha European Patent Office, No. 12/82 



11 



